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PROCESS FOR MANUFACTURING A CELLULOSIC 
PAPER PRODUCT EXHIBITING REDUCED MALODOR 

FIELD OF THE INVENTION 

The present invention relates, in general, to methods 
for making cellulosic paper products, and, more 
particularly, to methods for reducing or eliminating malodor 
released from a cellulosic base sheet upon re-wetting. 

BACKGROUND OF THE INVENTION 

Commercial paper products such as hand towels are 
manufactured from cellulosic base sheets. A cellulosic base 
sheet is a paper product in its raw form prior to undergoing 
post -treatment such as calendaring and embossing. In 
general, cellulosic base sheets are made by preparing an 
aqueous suspension of papermaking fibers and depositing the 
suspension onto a sheet-forming fabric to form a wet web, 
which is then dewatered and dried to produce a base sheet 
suitable for finishing. 

Wet web base sheets are commonly dried by through-air 
drying, which comprises removing water from a wet web by 
passing hot air through the web. More specifically, 
through-air drying typically comprises transferring a 
partially dewatered wet-laid web from a sheet-forming fabric 
to a coarse, highly permeable through- drying fabric. The 
wet web is then retained on the through- drying fabric while 
heated air is passed through the web until it is dry. One 
process for through- drying base sheets is the Un-Creped 
Through Air Dried (UCTAD) process, as described, for 
example, in U.S. Patent No. 6,149,767, which is hereby 
incorporated by reference. In the UCTAD process, a wet base 
sheet is partially dewatered and through-air dried by 
passing hot air through the wet sheet as it runs over a 
through -drying fabric on a drum roll. 
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Based upon consumer complaints, it was observed that a 
strong, burnt popcorn odor was often emitted from hand 
towels when the towels were wetted. Upon investigation, 
this problem of malodor was found to be present in 
cellulosic base sheets which had been through-air dried at 
relatively high air temperatures including, for example, 
sheets dried by the UCTAD process. It was hypothesized that 
over-drying or over-heating of the base sheets was leading 
to the malodor problem upon re-wetting. By operating the 
through-air drying process at lower temperatures and 
slightly longer residence times, the malodor problem can be 
largely eliminated. However, lower operating temperatures 
and longer residence times adversely affect the overall 
productivity of the base sheet manufacturing process. 
Therefore, a need exists for a process which can eliminate 
malodor in through-dried cellulosic base sheets wherein 
higher drying temperatures and shorter residence times can 
be used to increase product throughput and productivity. 

SUMMARY OF THE INVENTION 

Among the several objects of the present invention, 
therefore, is the provision of a process for making a 
cellulosic paper product from a wet -laid web; the provision 
of such a process wherein the paper products exhibit a 
reduced malodor upon re-wetting; the provision of such a 
process wherein the wet -laid web can be through-air dried at 
higher temperatures and shorter residence times; the 
provision of such a process wherein productivity and 
throughput are increased; and the provision of such a 
process which is relatively inexpensive and easy to 
implement . 

Briefly, therefore, the present invention is directed 
to a process for manufacturing a cellulosic paper product. 
The process comprises forming an aqueous suspension of 



3 KCC 4782 (K.C. No. 17,029) 

PATENT 

papermaking fibers; introducing sodium bicarbonate into the 
aqueous suspension; depositing the aqueous suspension onto a 
sheet -forming fabric to form a wet web; and dewatering and 
drying the wet web. 

In one preferred embodiment, the process of the present 
invention comprises forming an aqueous suspension of 
papermaking fibers and introducing sodium bicarbonate into 
the aqueous suspension. The aqueous suspension is deposited 
onto a sheet -forming fabric to form a wet web after the 
introduction of sodium bicarbonate into the aqueous 
suspension and the wet web is dried by passing heated air 
through the wet web. 

The present invention is also directed to cellulosic 
paper products having a reduced malodor upon rewetting. The 
cellulosic paper product is produced by a process comprising 
forming an aqueous suspension of papermaking fibers; 
introducing sodium bicarbonate into the aqueous suspension; 
depositing the aqueous suspension onto a sheet -forming 
fabric to form a wet web; and dewatering and drying the wet 
web . 

Other objects and features of the present invention 
will be in part apparent and in part pointed out 
hereinafter. 

DETAILED DESCRIPTION OF THE PREFERRED EMBODIMENTS 

In accordance with the present invention, it has been 
discovered that a cellulosic base sheet having a reduced 
malodor upon re -wetting can be produced by introducing 
sodium bicarbonate into an aqueous suspension of the 
cellulosic papermaking fibers from which the base sheet is 
formed. The wet-laid base sheets formed from such aqueous 
suspensions can be dried at higher temperatures and 
shortened residence times while significantly reducing 
malodor produced upon re-wetting of the base sheets. 
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As part of the present invention, possible reaction 
mechanisms in the base sheet production process which may be 
contributing to the presence of odorous compounds in 
cellulosic base sheets have been investigated. Without 
being held to a particular theory, it is believed that 
malodor in base sheets dried at high temperatures is caused 
by acid-catalyzed reactions which form volatile organic 
compounds or odor precursors during drying. It is believed 
that these odorous compounds are formed within a cellulosic 
base sheet during drying and bound within the sheet until 
the moment that the sheet is re-wetted. The combination of 
acid in the sheet and the addition of water upon re-wetting 
cleaves the odorous compounds from the sheet and releases 
the compounds into the environment. In particular, 
experience to date suggests that a large number of the odor- 
causing compounds released from re -wetted base sheets can be 
characterized as medium chain aliphatic aldehydes (e.g., 
octanal, nonanal, decanal) and/or furans (e.g., furfural, 
furfuryl alcohol, hydroxymethyl furfural) . Thus, it is 
believed that the presence of volatile aldehyde compounds 
and/or furan compounds, either alone or in combination, may 
be responsible for the base sheet malodor. These odor- 
causing compounds may be produced during high temperature 
drying of the wet web by any conventional means including 
Yankee dryers and through-air dryers, but are particularly 
problematic in through-dried base sheets, perhaps due to the 
highly oxidative environment and unique mass transfer 
phenomena provided by the air stream passing through the 
web . 

Aldehyde Hypothesis 

Experience to date with analyzing re-wetted base 
sheets, as described, for example, in Example 1 below, 
indicates that a substantial component of the malodor 
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released from through-dried cellulosic base sheets upon re- 
wetting comprises medium-chain, aliphatic aldehydes having 
from about 6 to about 10 carbon atoms. Without being bound 
by a particular theory, it is believed that the aldehydes 
are formed within the base sheet by the oxidation of fatty 
acids present in the aqueous suspension of papermaking 
fibers. For example, during chlorine dioxide bleaching, 
which is conducted under acidic conditions at a pH of about 
3.5, fatty acids present in the aqueous suspension of 
papermaking fibers are either bound by ester linkages to 
carbohydrates or oxidized to smaller aliphatic aldehydes. 
Alternatively, aldehydes may be formed in the base sheet 
during drying, wherein bound fatty acids within the wet web 
can be oxidized to aliphatic aldehydes by heating. 

As water is driven from the wet web during drying, a 
portion of the aliphatic aldehydes present in the wet web 
may react with vicinal diols present in the carbohydrates to 
form acetal linkages, thus binding the aldehydes to the 
sheet fibers. This acetal formation between the aliphatic 
aldehydes and vicinal diols in a wet web base sheet is a 
reversible reaction, with equilibrium between the free 
aldehyde and bound acetal depending upon the amount of water 
present. For example, as water is being driven off, the 
reaction favors acetal formation. When water is added, and 
especially in the presence of acid, the acetal will break 
down to an aldehyde. Therefore, it is believed that when 
water is added to the dried sheet (i.e., the sheet is re- 
wetted) , an acid-catalyzed reversal of the acetal formation 
reaction liberates the free aldehyde, thus releasing the 
aldehyde from the base sheet and into the environment. 

Furan- compound Hypothesis 

Analyses of organic extracts from re-wetted base sheets 
have also indicated the presence of furan components, in 
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particular, furfural, furfuryl alcohol and hydroxymethyl 
furfural. These furans possess a burnt odor substantially 
similar to the odor displayed by the re-wetted base sheets. 
Without being bound by a particular theory, it is believed 
that acid-catalyzed degradation of carbohydrates present in 
the base sheet occurs during through-air drying, to generate 
a furan precursor attached to the carbohydrates . The f uran 
precursor is then liberated and released by another acid- 
catalyzed reaction when water is added (i.e. the sheet is 
re-wetted) . While the liberation step could theoretically 
occur during further air-drying, it is believed that a rapid 
loss of water essentially leaves little or no solvent for 
subsequent reaction. 

Sodium Bicarbonate Effect 

In accordance with the present invention, it has been 
found that introducing sodium bicarbonate into an aqueous 
suspension of cellulosic papermaking fibers can adequately 
suppress the formation of aldehydes and/or furans as 
described above to substantially reduce malodor released 
upon re-wetting of paper products produced from cellulosic 
base sheets. For example, without being held to a 
particular theory, it is believed that introducing sodium 
bicarbonate into an aqueous suspension of papermaking fibers 
advantageously eliminates or neutralizes free carboxylic 
acids in the aqueous suspension of papermaking fibers and 
thus, suppresses acid-catalyzed reactions responsible for 
generating odor- causing compounds during drying. 

Therefore, in one embodiment, the process of the 
present invention generally comprises preparing an aqueous 
suspension of cellulosic papermaking fibers. Suitable 
cellulosic fibers for use in the present invention include 
virgin papermaking fibers and secondary (i.e., recycled) 
papermaking fibers in all proportions. Such fibers include, 
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without limitation, hardwood and softwood fibers along with 
nonwoody fibers. Non-cellulosic synthetic fibers can also 
be included as a component of the aqueous suspension. It 
has been found that a high quality product having a unique 
balance of properties can be made using predominantly, and 
more preferably substantially all (i.e., up to 100%) 
secondary or recycled cellulosic fibers. The aqueous 
suspension of papermaking fibers may contain various 
additives conventionally employed by those skilled in the 
art, including, without limitation, wet strength resins 
(e.g., KYMENE, Hercules, Inc.), fillers and 
sof teners/debonders . 

The process further comprises introducing sodium 
bicarbonate into the aqueous suspension of papermaking 
fibers. Preferably, sodium bicarbonate is introduced into 
the aqueous suspension of papermaking fibers in such an 
amount that the pH of the aqueous suspension is from about 
7.5 to about 8.5 after the introduction of the sodium 
bicarbonate. More preferably, sodium bicarbonate is 
introduced into the aqueous suspension of papermaking fibers 
in an amount sufficient to provide an aqueous suspension 
having a pH of about 8.0 after the introduction of the 
sodium bicarbonate. Generally, the sodium bicarbonate is 
introduced into the aqueous suspension of papermaking fiber 
in an amount from about 10% to about 15% by weight of 
papermaking fiber, more preferably in an amount from about 
12% to about 13% by weight of papermaking fiber. However, 
experience to date suggests that it is important to avoid 
introducing an excess of sodium bicarbonate, which would 
produce an alkaline base sheet. For example, alkaline 
conditions in the base sheet can result in cellulose 
degradation and/or chain breakage due to the sensitivity of 
cellulose to alkaline conditions as described, for example, 
by Huat, in The Brunei Mu seum Journal . 7:1, pg . 61 (1989). 
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It is contemplated that sodium bicarbonate may be 
introduced into the aqueous suspension of papermaking fibers 
at any time during the manufacturing process before drying. 
For example, sodium bicarbonate may be introduced into the 
aqueous suspension during pulping or by applying (e.g., 
spraying) an aqueous solution of sodium bicarbonate onto a 
formed wet web after deposition of the aqueous suspension of 
papermaking fibers onto a sheet - forming fabric. However, it 
is preferred that the sodium bicarbonate be introduced into 
the aqueous suspension prior to depositing the aqueous 
suspension onto a sheet-forming fabric (e.g., during 
pulping) to ensure that the sodium bicarbonate is completely 
dispersed throughout the aqueous suspension of papermaking 
fibers. The sodium bicarbonate may be introduced into the 
aqueous suspension of papermaking fibers in any convenient 
manner. For example, sodium bicarbonate may be charged to 
the pulper as a solid or introduced in an aqueous solution. 
The pulper is conventionally a stirred vessel and provides 
agitation sufficient to disperse the sodium bicarbonate 
throughout the suspension of papermaking fibers within a 
reasonable residence time. 

After the suspension of papermaking fibers is formed, 
the suspension is deposited onto a sheet - forming fabric to 
form a wet web. The web forming apparatus can be any 
conventional apparatus known in the art of papermaking. 
For example, such formation apparatus include Fourdrinier, 
roof formers (e.g., suction breast roll), gap formers (e.g., 
twin wire formers, crescent formers), or the like. 

After the wet web has been formed, the web is partially 
dewatered before drying. Partial dewatering may be achieved 
by any means generally known in the art, including vacuum 
dewatering (e.g., vacuum boxes) and/or mechanical pressing 
operations . 
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The partially dewatered web may be dried by any means 
generally known in the art for making cellulosic base 
sheets, including Yankee dryers and through-air dryers. 
Preferably, the wet-laid web is through-dried by passing 
heated air through the web at a temperature of at least 
about 190°C (375°F) . More preferably, the temperature of 
the heated air passed through the wet web is from about 
190°C (375°F) to about 210°C (410°F), even more preferably 
from about 200°C (395°F) to about 205°C (400°F) . The 
process of the present invention including introducing 
sodium bicarbonate into the aqueous suspension of 
papermaking fibers allows the wet web to be dried at 
relatively high temperatures while substantially reducing or 
eliminating the production of malodors upon re-wetting of 
the base sheet and/or paper products made therefrom. 

As described above, sodium bicarbonate may be 
introduced into the aqueous suspension of papermaking fibers 
either before or after the suspension is deposited onto the 
sheet-forming fabric. When the sodium bicarbonate is 
introduced into the aqueous suspension after the suspension 
has been deposited onto the sheet -forming fabric, the wet 
web may be partially dewatered prior to the introduction of 
the sodium bicarbonate. For example, after deposition of 
the aqueous suspension onto a sheet -forming fabric, sodium 
bicarbonate is introduced into the aqueous suspension by 
applying (i.e., spraying) an aqueous solution of sodium 
bicarbonate onto a wet web having a consistency of from 
about 20% to about 80% (e.g., onto a wet web which has a 
consistency of about 20%, 25%, 30%, 35%, 40%, 50%, 60%, 70% 
or 80%) . In any case, as with introducing the sodium 
bicarbonate to the aqueous suspension of papermaking fibers 
during pulping, it is important to apply the sodium 
bicarbonate equally across the wet web to ensure that the 
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sodium bicarbonate is uniformly dispersed into the aqueous 
suspension. 

Individual cellulosic paper products made from the base 
sheets in accordance with the present invention may, 
include, for example, tissues, absorbent towels, napkins, 
and wipes of one or more plies and varying finish basis 
weights. For multi-ply products, it is not necessary that 
all plies of the product be the same, provided that at least 
one ply is made in accordance with the present invention. 
Suitable basis weights for these products can be from about 
5 to about 70 grams/m 2 . In accordance with a preferred 
embodiment, the cellulosic paper products have a finish 
basis weight ranging from about 25 to about 45 grams/m 2 , even 
more preferably from about 3 0 to about 4 0 grams/m 2 . 

The process of the present invention has not been found 
to significantly alter the physical properties of the 
cellulosic base sheet products produced by the process in 
any capacity other the substantial reduction in the release 
of malodor upon re-wetting. For example, through-dried 
cellulosic base sheets produced by the process of the 
invention generally contain an amount of stretch of from 
about 5 to about 4 0 percent, preferably from about 15 to 
about 30 percent. Further, products of this invention can 
have a machine direction tensile strength of about 1000 
grams or greater, preferably about 2 0 00 grams or greater, 
depending on the product form, and a machine direction 
stretch of about 10 percent or greater, preferably from 
about 15 to about 25 percent. More specifically, the 
preferred machine direction tensile strength for products of 
the invention may be about 1500 grams or greater, preferably 
about 2500 grams or greater. Tensile strength and stretch 
are measured according to ASTM D1117-6 and D1682 . As used 
herein, tensile strengths are reported in grams of force per 
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3 inches (7.62 centimeters) of sample width, but are 
expressed simply in terms of grams for convenience. 

The aqueous absorbent capacity of the products of this 
invention is at least about 500 weight percent, more 
preferably about 800 weight percent or greater, and still 
more preferably about 1000 weight percent or greater. It 
refers to the capacity of a product to absorb water over a 
period of time and is related to the total amount of water 
held by the product at is point of saturation. The specific 
procedure used to measure the aqueous absorbent capacity is 
described in Federal Specification No. UU-T-595C and is 
expressed, in percent, as the weight of water absorbed 
divided by the weight of the sample product. 

The products of this invention can also have an aqueous 
absorbent rate of about 1 second or less. Aqueous absorbent 
rate is the time it takes for a drop of water to penetrate 
the surface of a base sheet in accordance with Federal 
Specification UU-P-31b. 

Still further, the oil absorbent capacity of the 
products of this invention can be about 3 00 weight percent 
or greater, preferably about 400 weight percent or greater, 
and suitably from about 400 to about 550 weight percent. 
The procedure used to measure oil absorbent capacity is 
measured in accordance with Federal Specification UUT 595B. 

The products of this invention exhibit an oil absorbent 
rate of about 2 0 seconds or less, preferably about 10 
seconds or less, and more preferably about 5 seconds or 
less. Oil absorbent rate is measured in accordance with 
Federal Specification UU-P-31b. 
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EXAMPLES 

The following examples set forth one approach that may 
be used to carry out the process of the present invention. 
Accordingly, these examples should not be interpreted in a 
limiting sense. 

EXAMPLE 1 

This example demonstrates an experiment designed to 
determine the relative odor intensity of compounds released 
from through-dried cellulosic base sheets manufactured by a 
conventional UCTAD process (i.e., without sodium bicarbonate 
addition) . The experiment employed a CHARM analysis to 
determine the relative odor intensity of each compound. The 
CHARM protocol is described generally, for example, by Acree 
et al. in Food Chem. , 184:273-86 (1984), which is hereby 
incorporated by reference. As described by Acree et al . , 
the CHARM analysis comprises sequentially diluting a series 
of samples to determine the strongest smelling components of 
a sample . 

The experiment comprised wetting samples of through- 
dried cellulosic base sheets (ranging from about 6 to about 
20 g of pulp) with water. The gases evolved from the wetted 
base sheets were concentrated onto a sorbent trap (150 mg 
each of glass beads/Tenax TA/Ambersorb/charcoal commercially 
available from Envirochem, Inc.) and thermally desorbed into 
a gas chromatograph (GC) (such as a HP 5890 GC commercially 
available from Hewlett-Packard, Inc.) and/or a gas 
chromatograph/mass spectrometer (GC/MS) (such as a HP 5988 
commercially available from Hewlett-Packard, Inc.). The gas 
chromatograph was also fitted with a sniffer port to allow 
the operator to determine if the eluted compounds had an 
odor, a procedure described as gas chromatograph 
olfactometry (GCO) . Each eluted compound that produced an 
odor at the sniffer port was recorded. A voice actuated 
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tape recorder was used to record sensory impressions. The 
sample was then diluted and analyzed again. 

Different sample sizes were analyzed until no odor 
components could be detected. The largest sample size (16 
g) was analyzed three times to ensure that all odorous 
compounds were detected. Thereafter, only the retention 
times were of compounds determined to be odorous were 
evaluated in duplicate. Each successive sample was diluted 
to comprise one -third the amount of material of the previous 
sample . 

Results and Discussion 

The GC/MS chromatograms indicated that numerous 
compounds were evolved from the wetted base sheets. In a 
typical analysis, each peak of the chromatograms would be 
assigned to a particular chemical and a literature search 
would be undertaken to determine which of the chemicals have 
an odor. Since relatively few compounds have published odor 
thresholds, it would be difficult to determine whether an 
individual chemical would be odorous at the concentrations 
present in the sample. Thus, the ability to determine which 
peaks are odorous using GCO greatly simplifies the task of 
identifying the compounds responsible for the odor. 

From all the compounds detected, only 17 peaks were 
found to possess an odor by GCO. CHARM analysis determined 
that two peaks accounted for more than 70% of the odor 
intensity, with four peaks comprising 85% of the odor 
intensity. From the combination of CHARM and GC/MS 
analysis, it is clear that the odor can be attributed to 
aldehydes. The most odorous compounds appear to be C 7 -C 10 
aldehydes which have odor thresholds typically ranging from 
about 100 parts per trillion (ppt) to about 3 parts per 
billion (ppb) . 
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EXAMPLE 2 

This example demonstrates the addition of sodium 
bicarbonate to an aqueous suspension of papermaking fibers 
as a treatment for malodor in wetted base sheets. The 
experiment was conducted as a comparison between introducing 
sodium hydroxide and sodium bicarbonate directly to an 
aqueous suspension of papermaking fibers before sheet 
formation. 

The experiment comprised adding sodium hydroxide (1.0 
M) to a shredded base sheet as an alkaline extraction for 
one hour. The addition of the sodium hydroxide raised the 
pH of the shredded base sheet to about 12.0. The sheet was 
then dried in an oven at a temperature of about 4 00°F for 20 
minutes. Upon rewetting, the sheet did not exhibit any 
reduced odor as compared to an odorous, untreated sheet. 

As a comparison, sodium bicarbonate (1.0 M) was added 
to a shredded base sheet to raise the pH of the base sheet 
to about 8.0 and the base sheet was dried as above. Upon 
rewetting, the base sheet exhibited significantly reduced 
odor as compared to a conventional, untreated base sheet as 
well as the sodium hydroxide- treated base sheet. 

EXAMPLE 3 

This example demonstrates odor panel testing results 
for cellulose base sheets prepared by the process of the 
present invention. The experiment was conducted with twenty 
panelists, each of whom examined six products which had been 
misted with water. The panelists then ranked the products 
in order from mildest odor to strongest odor. The six 
products consisted of 100% cellulose base sheets including: 
(1) an untreated base sheet prepared by a conventional 
pulping and through -drying process (i.e., without sodium 
bicarbonate addition) ; (2) a base sheet prepared by a 
conventional process modified by adding boric acid to the 
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pulp before sheet formation; (3) a base sheet prepared by a 
conventional process modified by adding an ordenone 
deodorizer; and (4) a base sheet prepared by a conventional 
process modified by adding sodium bicarbonate to the pulp 
before sheet formation. 

The panelists results were analyzed by an ordinal 
regression model (SAS Procedure PHREG) . Ranking the results 
from mildest to strongest, the probability of having a 
"milder" odor versus all other results is shown in Table 1 
as well as the significant groupings. Codes with the same 
significance group letter were not significantly different 
from one another at a 95% confidence level. 



Table 1. Probability Results from Odor Panel Testing 



Product Type 


Probability of 
having "milder" odor 


Significance 
Grouping 


(3) 0. Deodorizer 


0 .26 


A 




(2) Boric Acid 


0.22 


A 


B 


(4) Sodium Bicarbonate 


0 . 16 


A 


B 


(1) Untreated 


0 . 14 


A 


B 



As can be seen from the odor panel results, treatment 
of the pulp with sodium bicarbonate before the base sheet is 
formed was found to have a higher probability of producing a 
milder odor than an untreated base sheet. 



EXAMPLE 4 

This example demonstrates odor panel testing results 
for cellulose base sheets prepared by the process of the 
present invention. This experiment was conducted with 
nineteen panelists, each of whom examined six products which 
had been misted with water and ranked the products in order 
from mildest odor to strongest odor. The six products 
consisted of 100% cellulose base sheets including: (1) an 
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untreated base sheet prepared by a conventional pulping and 
through-drying process; (2) a base sheet prepared by a 
conventional process modified by adding sodium bicarbonate 
to the pulp to adjust the pulp pH to about 8 before sheet 
formation; (3) a base sheet prepared by a conventional 
process modified by adding boric acid to the pulp before 
sheet formation; (4) a base sheet prepared by a conventional 
process modified by adding an ordenone deodorizer; (5) a 
base sheet prepared by a conventional process modified by 
adding polyethylene glycol; and (6) a base sheet prepared by 
a conventional process modified by adding silane to the pulp 
before sheet formation. 

The panelists results were analyzed by an ordinal 
regression model (SAS Procedure PHREG) . Ranking the results 
from mildest to strongest, the probability of having a 
"milder" odor versus all other results is shown in Table 2 
as well as the significant groupings. Codes with the same 
significance group letter were not significantly different 
from one another at a 95% confidence level. 
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Table 2. Probability Results from Odor Panel Testing 



Product Type 


Probability of 
producing a "milder" 
odor 


Significance 
Grouping 


(6) Silane 


0 .00 


A 






(1) Untreated 


0 . 06 


B 






(2) Sodium Bicarbonate 


0 . 10 


B 


C 




(4) Ordenone Deodorizer 


0.16 




c 




(3) Boric Acid 


0 . 22 




c 


D 


(5) Polyethylene Glycol 


0.46 






D 



As can be seen from the odor panel results, treatment 
of the pulp with sodium bicarbonate before the base sheet is 
formed was found to have a higher probability of producing a 
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milder odor than an untreated base sheet. Further, 
treatment of the pulp slurry with sodium bicarbonate was 
found to have the same statistical significance 
(significance code C) in reducing odor as treating the pulp 
with boric acid or ordenone deodorizer. 



In view of the above, it will be seen that the several 
objects of the invention are achieved. As various changes 
could be made in the above material and processes without 
departing from the scope of the invention, it is intended 
that all matter contained in the above description be 
interpreted as illustrative and not in a limiting sense. 



